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THE SADDLE FIRE.
Bends made with the seams on the side are brazed on the brick
forge ; but those with the seam in the throat and back must have a
fire for the purpose, and made narrow enough to suit the curve of the
throat seam. This fire is very useful for a great many special pur-
poses besides the one under consideration. It is made of pieces of
%-inch boiler iron, Pig. 362, with four legs made of angle iron ; the
hight of the fire being the same as the brick forge. This fire is about
6 inches wide, 18 inches at the bottom where the blast pipe lies, and
24 inches at the top, and 10 or 12 inches deep. It is coated with an
inch of fire clay, and left to dry hard ; it is then fit for use. It could
be lined with fire tiles inside, made to fit, wliich would be better, if
they are obtainable ; if not, then fire clay must be used. The blast
pipe, Pig. 363, at the bottom of the forge, is perforated with holes,
whose aggregate area is equal to about twice the area of the convey-
ing blast pipes, because when necessary the wind is let in at both
ends. There should be two fires of this kind, one hollowed out, as it
were, to fit the pipe nearly, Fig. 362 ; the other straight across, Fig,
364, as they are often very convenient.